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A coater belt and a coating station for a paper machine 



(57) A coater belt (1 2) for carrying and supporting a 
web (W) through a coating station (1) on a paper or 
board machine, or an off-line coater, said belt compris- 
ing an endless base member (13) and at least a first 
surface layer (18). Said surface layer (18) is an imper- 
meable coating comprising a first material and a partic- 
ulate filler material (19). The filler material (19) which 
are present in the web-contact surface (20) provide a 



well-defined roughness on micro-scale of said web-con- 
tact surface. The web-contact surface (20) further 
presents a well-defined surface energy for accomplish- 
ing an adhesion to the web (W) for picking-up the web 
(W) at an entrance side of the coating station (1) and for 
holding the web (W) against the coater belt (12) during 
its path through the coating station (1). 
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Description 

Technical field 

s The present invention generally relates to coating of a surface of a moving web. especially a paper or board web in 
a paper machine. More particularly, the invention relates to a coater belt for use in a coating station and a coating station 
including such a coater belt. The invention is not limited to any specific type of coating station. A belt according to the 
preamble of claim 1 is disclosed in WO90/1 1 1 36 (Beloit). 

10 Technical Barkqrnnr^ 

Considering that the maximum possible machine width will soon be reached in today's modern paper machines 
the operating speed thereof has to be further increased if the productivity is to be increased. However, since higher 
machine speeds will result in higher web stresses and. consequently, in an increased risk for web breakage the 
machine speed must be limited to such an extent that the maximum tensioning of the web is not exceeded The situa- 
tion becomes even more complicated if one also considers the more frequent use of recycled fibres, which have lower 
strength than virgin fibres. 

There are numerous examples in the prior art on how to obtain higher machine speeds by eliminating so called 
open draws from the paper machine. The term "draw" refers to the manner in which the web is transferred from one 
drive section to another in a paper machine. A draw is called a "closed draw" if the web is supported at least on one 
side at the point of transfer, e.g. by a felt In other cases, it is called an "open draw". The supporting element, traditionally 
in the form of a felt, a woven fabric or a support drum, is especially useful for transferring a wet or moist web. In some 
positions of the paper machine there is a requirement for the smoothness of the drum as well as for the supporting 
length of the felt; in such cases belts having a coated web-contacting surface are used. 

It has also been proposed to introduce some form of web supporting elements at previously unsupported positions 
of the paper machine, such as in a coating station. 

In a conventional coating station, an amount of coating material is applied to a moving web. Known coating station 
may be arranged to apply the coating material on one or both sides of the web. The coating station may be located 
either "on-line" in a paper machine, normally just before a calendering station or a reeling-up station of the paper 
machine, or off-line" separate from the paper machine. In the latter case, the web speed in the coating station must 
preferably be higher than the web speed in the paper machine. Otherwise, the coating station may become a "bottle- 
neclc in the overall production line. 

US-A-4 761 309 (Beloit) discloses the use of a fabric as a backing element in a short dwell coating station The 
object is to avoid so called air blistering, that is the formation of air pockets which are developed between a conventional 
backing roll and the web upstream relative to the short dwell coater when the web is moving at high speeds (> 3000 
feetAninute) and air is sucked into the coater unit *>i*ouuu 
The arrangement in US-A-4 761 309 includes a backing roll having a perforate surface and a permeable bett dis- 
P °r?u f?t n ! perforated ro " surfece «* me When a vacuum is applied, the web is drawn into close contact 
with the bett thereby avoiding the formation of said air pockets between the web and the backing member. The perme- 
able belt is a wire-mesh bett including two layers of different denier, of which the finer layer is in contact with the web in 
order to avoid marking. 

VVO90/1 1136 (Beloit). mentioned in the first paragraph, discloses the use of a backing blanket" in a coating station 
The backing blanket is guided in an endless path around two guide rollers which are spaced apart so that the web 
which is supported by the blanket is running in a plane oriented tangentially relative to the guide rollers. A short dwell 
coa er is disposed between the guide rollers and adjacent the web. on the side thereof facing away from the rollers for 
applying a coating material on the web. 

The backing blanket is of composite construction, including a woven base fabric and a surface layer in the form of 
a woven material, which is positioned in a plane parallel to the base fabric and has a lower denier (finer) than the denier 
of the base fabric (coarser). 

The object of the arrangement disclosed in WO90/1 1 136 is to accomplish a more even distribution of the coating 
material, by avoiding the occurrence of secondary flow of the coating material in opposition to the primary flow By the 
use of said backing blanket, centrifugal forces on the coating material generated by conventional backing rollers are 
said to be avoided. 

W095/1 48 16 (Valmet) discloses a tail threading arrangement in a coating station. The tail threading process which 

' S P T-^ Um l St T UP and 3fter W6b breaks ' invoIves me ste P of P f0vidin 9 an *fl« S *P slit from the web to act 
as a tail of the web which is first threaded through the line and then widened to the normal width of the web. The object 
of ttie arrangement in this document is to positively support the web through essentially the entire machine and to have 
only very narrow open draws. To this end. the disclosed arrangement comprises a support belt in a coating station The 
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web to be coated enters onto said support belt from a delivering wire, so that the web travels together with the support 
belt through the coating station. The exposed side of the web not facing the support belt is coated with a coating mate- 
rial. 

According to the teachings of this prior-art document, a support belt used in coating station must have a very 
smooth surface to keep the paper coating profile level. It is stated that the support belt material should have a smooth 
surface or maximally containing small-diameter micropores. The term belt is defined as any non-air-permeable flat 
support element. The document gives no further information on the construction or materials of the support belt 

To the knowledge of the inventors of the present invention, the arrangement described in W095/14816 has not 
been used in practice. 

It is stated in W095/14816 that since web adherence cannot be arranged by vacuum, additional support can be 
prowded by air-jets. It is also stated that the web will tend to adhere relatively strongly to the smooth surface of the sup- 
port belt .iniftally by static electricity, and after the coating application, adhesion is caused by the moisture of the web 

EP-A-0 576 1 15 (Albany International Corp.) discloses a transfer belt for carrying a paper sheet from a press nip in 
a paper machine to a transfer point p v 

Although this prior-art transfer belt in some aspects operates according to the same principles as the invention 
there are in fact substantial differences. The operation of the transfer belt according to EP-A-0 576 1 1 5 requires a com- 
pression of the belt in order to accomplish a web-release function at the transfer point. More specifically, the transfer 
belt comprises a system of polymers and hard particles embedded therein. When the belt is compressed in the press 
nip. it becomes very smooth giving a good web contact On the exit side of the nip the system expands, but differently 
at soft andhard regions. Thereby, the water film between the belt and the web is spirt or broken and the web can be 
released. This technique based on a pressure responsive belt cannot be used in a coating station, because there is not 
any substantial compressive pressure acting on the web-belt system in a coating station. Furthermore, the moisture 
content of a web in a press section being essentially higher (the moisture content appoximately 80% on the entrance 
side and 50% on the exit side) than that in a coating station (moisture content approximately 5-10% on the entrance 
side), the operating environment of this prior-art transfer belt and the invention are essentially different The environ- 

UT* IS . r l!!!! y 1 i 0% ? ry in a coafin » stetion and - therefore - web handli "9 Problems in a coating station are caused by 
different factors than in the "wet" environment in a press section. 

Disclosure of the invention 



In general terms, the object of the present invention is to improve the prior-art coating station in terms of runnability 
web control, uniform web coating and maximum machine speed. 

A * ecific aim o* 816 Present invention is to accomplish this general object by providing an improved support belt 
(referred to as a coater belt) arranged to pick up a web prior to a coating station, carry and support the web through the 
35 coating station and release it to a drying section. 

1. On the entrance side of the coating station, the adhesion between the web and the coater belt should be rela- 
tively strong, in order to ensure an effective pick-up of the web onto the coater belt. e.g. from an open draw or from 
a dryer fabric. 



2. Also during its path through the coating station the web should adhere to the coater belt to an extent which 
ensures an good sheet control and thereby a high runnability of the web at high machine speeds (> 1000 rn/min) 
An enhanced sheet control at the location of the coating unit of the coating station will result in a higher web coatina 
quality, such as a uniform web coating. 



3. In contrast to the required adhesion mentioned under "1" and "2" above, at the exit side of the coating station the 
web is to be readily released from the coater belt and. therefore, on the exit side, the adhesion between the web 
ana the coater belt should not be too strong. It is also important that the web is released along a defined straight 
line in CD (Cross Direction). Broadly speaking one could say that the contact between the web and the coater belt 
so should be strong and weak at the same time. 

4 If. during the release of the web from the coater belt at the exit side of the coating station, some of the fibres of 
the web and/or coating material are not released from the coater belt, the latter must be easily cleaned. 

55 5. High machine speeds must be possible 

According to a first aspect of the invention, the above and other objects are accomplished by a coater belt accord- 
ing to claim 1 . Preferred embodiments of the inventive coater belt are set out in the dependent claims. 
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According to a second aspect of the invention, the above objects are accomplished by a coating station according 
to claim 1 1 . Preferred embodiments of the inventive coating station are set out in the dependent claims. 

Thus, according to the invention there is provided a coater beH, and a coating station including such a belt wherein 
said belt comprises an endless base member and at least a first surface layer, which is arranged on the basemember 
on a side thereof facing the web and which defines a web-contact surface, said belt being arranged to operate without 
any substantial compressive contact pressure between the beH and the web during its path through the coating station 
me surface layer is an impermeable coating comprising a first material and a particulate filler material distributed in 
sad first matenal. Particles of the particulate filler material which are present in the wetxontact surface provide a well- 
defined topography on the micro-scale of said web-contact surface, corresponding to the size and axial dimensions of 
said particles, for promoting a release of the web from the coater belt at the exit side of the coating station. Furthermore 
.i^ C ?!? taC i! UrfaCe preSentS 8 we " <lefined smoothness on macro-scale for preventing marking of the web and a 
well-defined surface energy for accomplishing an adhesion to the web for pictang-up the web at the entrance side of the 
coating station and for holding the web against the coater belt during its path through the coating station 

The above expression "endless base member" encompasses all types of base members which have been made 
endless in some way. Especially, the expression also encompasses an openable searrvtype base member which is not 
made endless until it is installed on the papermachine by the aid of a suitable seam. 

As to the above expression Without any substantial compressive contact pressure between the belt and the web" 
rt will be appreciated that the web is only subjected to a pressure resulting from the application of the coating substance' 
However, this pressure will not give rise to any compression. 

The surface topography of the inventive coater belt is essentially unaffected in the coating station, in contrast to the 
transfer belt disclosed in EP-A-0 576 115 referred to above, in which the belt is made completely smooth due to its pas- 
sage through the press nip. 

The inventive coater belt presents a marking-preventing smoothness on macro-scale, which can be achieved by a 
surtable surface treatment, such as grinding and/or superpolishing. However, owing to the presence the particulate filler 
material embedded in the belt coating material, such a grinding or superpolishing operation will not negatively affect the 
micro-scale roughness provided by the particles in the web-contact surface of the coater belt. 

To summarise, according to the invention there is provided a coater belt for carrying and supporting a web through 
a coating station, and a coating station comprising such a novel coater belt. By selecting a suitable surface material 
surface roughness and surface energy, the web-contact surface of the coater belt will operate effectively in a coating 
station. Trials have shown that both surface energy and surface roughness, on micro-scale level as well as on macrc- 
scale level, are important parameters for the proper operation of the belt. If these parameters are suitably combined 
and an adequate caliper is selected for the coater belt in respect of the actual application, the invention may provide a 
wen operating support element which makes it possible to increase the machine speed without increasing the risk for 
web break. 

/ 5f 1 cording t0 1,16 inv ention. the web-contact surface of the coater belt is deliberately provided with a certain well- 
defined roughness on micro-scale level in order to ensure a web-release function at the exit side of the coating station 
This is in clear contrast with the teachings in W095/14816 referred to above, in which it is stated that a web-contact 
surface of a support belt for a coating station must be very smooth. 

According to the invention, the release function of the belt is accomplished by providing a well-defined topography 
on micro-scale of the web-contact surface of the belt. After having been coated by a coating unit of the coating station 
the wet. will be subject to a certain moisture penetration, resulting in a very thin water film between the web and the 
belt. K the web-contact surface of the belt would have been made completely smooth, as suggested in W095/14816 
said water film would have resulted in an excessive adherence preventing the web from being released from the belt 
however, because of a micro-scale roughness of the web-contact surface, in combination with a macro-scale smooth- 
ness of the same surface, the water film between the web and the belt can be effectively broken up by said micro-rough- 
ness for obtaining a release function, and this can be accomplished without any web-marking problems as a result of 
said macro-scale smoothness. 

The inventive coater belt may have an elasticity in MD (Machine Direction) in order to compensate for any web elon- 
so a suteequert urtt 00 ^" 9, ""^ * C ° mpenSate for speed differences in °Pen draws between the coating station and 
The surface of the coater belt (top and bottom) should be wear resistant and cope with high pressure cleaning In 
the case that the base member is coated on its top surface only, the bottom surface of the base member must be wear 
resistant. In a double-coated embodiment of the invention, the coated surface layers will constitute the wear resistant 
surfaces. 



10 



15 



20 



25 



30 



35 



40 



45 



55 



Brief descri ption of the drawing s 

Fig. 1 is a schematic view of a coating station in which the inventive coater belt may be used. 
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Fig. 2 illustrates a base member which may be used for the manufacturing of a coater belt in accordance with the 
invention. 

Fig. 3 is a sectional view of an embodiment of a single-coated belt in accordance with the invention. 
Fig. 4 is a sectional view of an embodiment of a double-coated belt in accordance with the invention. 

Descripti on of embodiments of foe inventign 

Fig 1 illustrates an on-line coating station 1 arranged in a paper machine between a delivering unit 2 and a receiv- 
ing unit 3 e.g. two dryer sections each having an endless support fabric 4 and 5. The coating station 1 comprises a 
coatmg unit 6. a frame 7 supporting a backing roll 8, and three rollers 9. 1 0 and 1 1 . A coater belt 12 in accordance with 
the invention is running in an endless path about the backing roll 8 and the three rollers 9-11 
c , * ** per a , b0Bld . web W t0 be in *» «rting unit 1 is fed by the first support fabric 4 towards the entrance 
s.de of tte coatang unrt 1 , to be picfced up and guided by the coater belt 1 2. More specifically, the web W will be picked 
? o.l'^fu 06 ,ayef (reference numeral 18 in R 9S 3 and 4) provided on a base member (reference numeral 13 in 
Figs 2-4) of the coater belt 12, and then guided along the path of the coater belt 12 between the backing roll 8 and the 
coating unit 6, in order to receive a coating substance on its surface facing towards the coating unit 6 

TTie thus coated paper web W is fed by the coater belt 12 towards the exit side of the coating station 1 where the 
coated web W is picked up and guided by the second dryer fabric 5. 

Fig. 2 illustrates a base member 1 3 which has been used in a trial manufacturing of the coater belt 1 2 in Fig 1 The 
base member 13 in Fig. 2 is a flat woven, double layer fabric of a type which is normally used as a forming fabric and 
produced under the name DUOTOP Q55. The lower portion of Fig. 2 is a sectional view of the base member 13 as seen 
in the warp direction (CD-view), whereas the right-hand portion of Fig. 2 is a sectional view of the base member 13 as 
seen in the weft or shute direction (MD-view). In this example, the base member 13 includes 0,15 mm PET (polyester) 
warp yearns 14; 0,12 mm PA (polyamid) weft yarns 15; 0,17 mm PET weft yarns 16; and 0,20 mm PA/PET weft yarns 
1 7 The mesh count (/cm) was 72 in MD and 63,5 in CD. The caliper of the base member 13 was 0,64 mm, and its void 
volume was 0,36 mm /mrn^ The modulus of the base member was relatively high, in the order of 13 kN/m at 1% elon- 
gation. Both in the top surface and the bottom surface of the base member 13, the plane difference between weft and 
warp was essentially zero. 

The following is an example on how to accomplish the belt coating of the coater belt 1 2 in Fig. 1 . Reference will now 
be made to Figs 3 and 4, schematically illustrating how the base member 13 in Fig. 2 is coated on one surface (Fig 3) 

°L° n Sf ?^ e l ( i9 ' 4) * ,n RgS 3 4 ' the came reference numerals are as in R0. 2. A first surface layer is 
indicated at 18, defining a web-contacting surface 20, and a second surface layer is indicated at 21 

l n <?£? tGrmS ' thQ pr0C6SS iS many aspects similar t0 the P rocess disclosed in the above-mentioned EP-A1-0 
576 1 15. The latter document is therefore hereby incorporated by reference. 

*u 2T 6 C ° at i nS C3n bS an inor 9 anic tnrtde filled resin composition mixed in batches of a suitable size, according to 
the following formula: 



TABLE I 
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COMPONENT 


WEIGHT % (WET) 


Aliphatic polycarbonate urethane dispersion (35% solids) 


78,6 


Ammonium hydroxide 


1.2 


Kaolin clay (particulate filler) 


16,4 


Surfactant (non-ionic acetyl enic diol) 


0,9 


Melamine formaldehyde resin 


2,7 


Amine salt of p-toluene sulfonic acid (25-28% solids) 


0,2 



55 



Ingredients may be added into the polymeric dispersion in the order listed in Table I. Other additives may be used 
to ^improve processability. such as thickeners and defoamers. The mixing of the components may be carried out in an 
industrial mixer at a mixing speed of 550 rpm. 

Kaolin clay in the Table I is only one example of a particulate filler (schematically indicated at reference numeral 19 
in Figs 3 and 4) that can be included in the belt coating. The size distribution of the particulate filler may vary from < 1 
jun to over 100 urn. Normally, a filler will present a certain size distribution. In the present embodiment at least 75% of 
the particles of the particulate filler will normally be smaller than 10 pm. and no more than 0,5% will be larger than 53 
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(im. The type, shape and concentration of the particulate filler in the belt coating must be selected in order to achieve 
the target microscale roughness and surface energy ranges for the belt coating. 

The belt coating may be applied to an endless base member 13 according to Fig. 2 of the coater belt 12 by means 
^^T^" 9 brocedure "N" 9 the base m en*er is moved in an endless path around two rollers at an appropriate 
speed^The Wade height may be gradually raised to smooth the mixture being applied to achieve greater thickness Ini- 
tially, the blade he.ght may be set to about 0.0 mm. so that is barely contacting the surface of the base In practice a 
certain minimum pressure will be applied to the coating substance during the coating of the belt, in order to accomplish 
a pnMaiMolii base member. The degree of penetration can also be controlled by the viscosity of the substance 

In the embedment shown in Fig. 4. the second surface layer 21 on the back side of the coater belt 12 may be a 
coating of a drfferent composition than the coating 18 arranged on the web-facing side of the coater belt 12. especially 
awear-resistent coating. Another embodiment (not shown) with coating on both sides may be obtained in a single-sided 
coating at 100% penetration. The demands on the two surface layers (18/21) must then have to be balanced as the 
coating composition would be the same. 

Th„ SS^T 51' a Pf lication 01 the mixture onto the base member, the coating (18/21) is dried using IR or hot air. 

SerlS- wif th» I k l °u fl T re ,h3t COaBnB adeqU3,ely Cr0SS,inkB ' prwkJin 9 a P 08 ^ "mechanical 
interlock^ with the base member so that the coating will be prevented from dominating during operation on the paper 
coater. The curing process may be performed by using IR or hot air. and typically the coating is cured at temperature of 

Subsequent to the drying and curing processes, the coating (18/21) is ground. To this end. abrasive papers in a 
coarseness range of 180 to 220 grit may be used to provide a uniform belt surface (20). Finer abrasive papers in a 
coarseness range of 15 to 60 urn (super polishing) may then be used to produce a surface in the desired macroscale 
roughness range. If the grinding/finishing is to be performed in a wet environment for eliminating grind marks the belt 
coating must be fully dry and cured prior to finishing. 

The following specifications were used in a trial performed according to the above description- 



Belt length: 


7,26 m 




Caliper: 


0,91 - 1,02 mm 


after coating and before finishing 




0,89 - 0,97 mm 


finished 




0,64 mm 


base fabric only 


Surface (R^: 


1 ( 2-1,3nm 


after coating 




0,7- 1,0|im 


finished 



Claims 



™« ? ( 2 ""T? 3nd su PP° rtin 9 a w eb (W) through a coating station (1) on a paper or board machine, 
or an off-hne coater. sad belt comprising an endless base member (1 3) and at least a first surface layer (18) which 
is arranged on the base member (13) on a side thereof facing the web (W) and which defines a web-contact sur- 

S I- ] K B «. 9 n !, rran9ed *° ° perate without any substan,i a | compressive contact pressure between the 
Pelt (12) and the web (W) during its path through the coating station (1)- 
characterised in that: 

!"?u 6 '! yer ° 8) iS an im P ermeable mating comprising a first material and a particulate filler material 
(19) distributed in said first material; 

particles of the particulate filler material (19) which are present in the web-contact surface (20) provide a well- 
defined roughness on micro-scale of said web-contact surface, corresponding to the size and axial dimensions 
of said particles, for promoting a release of the web (W) from the coater belt (12) at an exit side of the coating 
station (1); a 



the web-contact surface (20) further presents a well-defined smoothness on macro-scale for preventing mark- 
ing of the web (W); and 

I 6 We ?", C ^. Ct SUrfaCe (20) fUrther presents a wel| - def ined surface ener 9V ^ accomplishing an adhesion to 
the web (W) for picking-up the web (W) at an entrance side of the coating station (1) and for holding the web 
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(W) against the coater belt (12) during its path through the coating station (1). 

2. A coater belt (12) as claimed in claim 1 , wherein said well-defined surface energy of the web-contact surface has 
a first value at said particles of the filler material and a second, different value at said first material. 

3. A coater belt (12) as claimed in any one of the preceding claims, wherein said particulate filler material (19) is 
hydrophilic. * ' 

4. A coater belt (12) as claimed in any one of the preceding claims, wherein said welWefined surface energy of the 
10 web-contacting surface (20) of the coater belt (1 2) is greater than 30 mJ/m 2 . 

5. A coater belt (1 2) as claimed in any one of the preceding claims, wherein said micro-scale roughness of the web- 
contacting surface (20) of the coater belt (12) is essentially in the order of 0,01 to 0,1 urn. 

A coater belt (12) as claimed in any one of the preceding claims, wherein said macro-scale smoothness of the web- 
contacting surface (20) of the coater belt (12) is essentially in the order of 0.2 to 2 



75 6. 
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A coater belt (12) as claimed in any one of the preceding claims, wherein the caliper of the coater belt (12) is less 
than 4 mm, and preferably 0,5-4 mm. 

8. A coater belt (1 2) as claimed in claim 1 , further comprising a second surface layer (21 ) arranged on the base mem- 
ber (13) on a back side thereof facing away from the web (W). 

9. A coater belt (1 2) as claimed in claim 8. wherein said second surface layer (21 ) on the back side of the coater belt 
(12) is a coating of a different composition than the coating arranged on the web-facing side of the coater belt (12) 
preferably a wear-resistant coating. 

10. A coater belt (12) as claimed in any of the preceding claim, wherein said base member (13) comprises a woven 
fabric. 

1 1. A coating station (1) for a paper machine, comprising a supporting belt (12) for carrying and supporting a web (W) 
to be coated through the coating station (1), and a coating unit (6) for applying a coating material on a surface of 
the web (W) facing away from the supporting belt (12), without any substantial external conpressive pressure being 
present in the coating station (1) between the supporting belt and the web (W) supported thereby during its path 
through the coating station (1), and wherein said supporting belt (12) comprises an endless base member (13) and 
at least a first surface layer (18). which is arranged on the base member (13) on a side thereof facing the web (W) 
and which defines a web-contact surface (20); 

characterised in that: 
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said surface layer (18) is an impermeable coating consisting of at least a first material and a particulate filler 
material (19) distributed in said first material, 

said particulate filler material (19) providing a well-defined roughness on micro-scale of said contact surface 
(20) such that the web (W) can be released from the coater belt (12) at a point of release in the coating station 
(1),- wherein said roughness on micro-scale being present over the whole path of the support belt throuqh the 
boating station (1); a 

sa»v intact surface (20) further presenting a well-defined smoothness on macro-scale for preventina markina 
of the web (W); and 

said web-contact surface (20) further presents a welWefined surface energy for accomplishing an adhesion to 
the web (W) for picking-up the web (W) at an entrance side of the coating station (1) and for holding the web 
(W) against the coater belt (12) during its path through the coating station (1). 

1 2. A coating station (1) as claimed in claim 1 1 . wherein the coater belt (1 2) is a coater belt (12) as claimed in any one 
of claims 1-10. 
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